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PROCESSES

Soldering
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Place several rings on the charcoal block and
solder the joints.

Sterling silver wire 10-gauge.
Draw the wire half round.

Anneal the wire.

Make oval rings as shown in Fig. 41.

Open the rings as shown in Fig. 40.

Connect four round rings with an oval ring.
Join the two ends of the oval ring as shown in
Fig. 94.

Rouge the joints of the round rings.

Place the joint of the oval ring on the binding
wire hook as shown in Fig. 12.

Solder the joint.

Continue joining and soldering the links until

the chain is the desired length.

Clean in pickle.

Remove excess solder or scratches with a file

and scotch stone.